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Description 

BACKGROUND OF THE INVENTION 

1. FIELD OF THE INVENTION 

The present invention relates to a fluoroelastomer and its cross-linkable composition, and more particularly to a 
fluoroelastomer capable of giving vulcanization products having distinguished low temperature characteristics, solvent 
resistance and chemical resistance, and its cross-linkable composition. 

2. DESCRIPTION OF RELATED ART 

JP-A-3-1 00,039 disclosing an invention made by the present applicant teaches a terpolymer comprising about 5 to 
about 30% by mole, preferably about 10 to about 25% by mole, of tetrafluoroethylene. about 10 to about 30% by mole, 
preferably about 20 to about 30% by mole, of perfluoro(methyl vinyl ether) and about 50 to about 80% by mole, prefer- 
ably about 50 to about 60% by mole, of vinylidene fluoride, the sum total being 100% by mole. Comparative Example 4 
thereof shows that a terpolymer of tetrafluoroethylene/perfluoro(methyl vinyl ether)/vinylidene fluoride (molar ratio: 
15:25:60, which falls within a preferable copolymerization composition ratio of these comonomers) has distinguished 
low temperature characteristics such as a TR-10 value of -24°C, but at the same time it points out poor solvent resist- 
ance and chemical resistance due to incorporation of much vinylidene chloride having a poor chemical resistance in the 
terpolymer. 

Thus, the above-mentioned JP-A-3-1 00,039 tries to improve the low temperature characteristics, solvent resist- 
ance and chemical resistance by blending the terpolymer with a copolymer of tetraf luoroethylene/perf luoro(methyl vinyl 
ether), where the resulting blend has such a blending proportion as about 1 to about 50 % by weight of the terpolymer 
and about 99 to about 50 % by weight of the copolymer. That is, it cannot be denied that the former terpolymer is used 
rather as a modifying agent of the latter copolymer. 

SUMMARY OF THE INVENTION 

An object of the present invention is to provide a terpolymer of tetrafluoroethylene/perf luoro(alkyl vinyl ether)/vinyli- 
dene fluoride, which has distinguished low temperature characteristics, solvent resistance and chemical resistance by 
itself. 

A fluoroelastomer according to the present invention comprises 2 to 8% by mole of tetrafluoroethylene, 1 4 to 25% 
by mole of perfiuoro(alkyl vinyl ether) and 70 to 85% by mole of vinylidene fluoride. 

DETAILED DESCRIPTION OF THE INVENTION 

The present terpolymer can be obtained by subjecting tetrafluoroethylene, perfluoro(alkyl vinyl ether) having an 
alkyl group having 1 to 3 carbon atoms and vinylidene f luoride,.sum total being 1 00% by mole, to copolymerization reac- 
tion in the presence of a bromine-containing monomer compound and an iodine and bromine-containing compound. 

Tetrafluoroethylene is copolymerized in a proportion of 2 to 8% by mole, preferably 4 to 6% by mole. Below 2% by 
mole, the solvent resistance and chemical resistance, as evaluated as a methanol resistance, are lowered, whereas 
above 8% by mole the low temperature characteristics are deteriorated. 

Perf luoro(alkyl vinyl ether) having an alkyl group having 1 to 3 carbon atoms includes, for example, perf luoro(methyl 
vinyl ether), perfluoro(ethyl vinyl ether), perfluoro(n-propyl vinyl ether), etc., among which perf luoro(m ethyl vinyl ether) 
is preferably used, and is copolymerized in a proportion of 14 to 25% by mole, preferably 16 to 20% by mole. Below 
14% by mole changes in the hardness with time are liable to observe, whereas above 25% by mole such copolymeri- 
zation is not preferable from the viewpoint of cost. 

Vinylidene fluoride is copolymerized in a proportion of 70 to 85% by mole, preferably 75 to 80% by mole. Below 
70% by mole the low temperature characteristics are deteriorated, whereas above 85% by mole not only the methanol 
resistance is lowered, but also changes in the hardness with time are liable to observe. 

Glass transition temperatures Tg of homopolymers of these individual monomers are as follows: 
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Polytetrafluoroethylene 


127«C 


Polyperfluoro(methyl vinyl ether) 


-5°C 


Polyvinylidene fluoride 


-45°C 



Thus, to obtain a fluoroestomer having distinguished low temperature characteristics, it is apparent that a copoly- 
w mer of vinylidene fluoride/perfluoro(m ethyl vinyl ether) is to be prepared and a proportion of vinylidene fluoride to be 
copolymerized must be increased within such a range as not to deteriorate the elastomeric properties. However, an 
increased proportion of vinylidene fluoride condiserably lowers the methanol resistance. 

To improve the methanol resistance on the other hand, a proportion of tetrafluoroethylene or perfluoro(alkyl vinyl 
ether) to be copolymerized must be increased, but an increased proportion of tetrafluoroethylene considerably lowers 
is the low temperature characteristics and an increased proportion of perfluoro(alkyl vinyl ether) lowers the low tempera- 
ture characteristics, though not so lower than in the case of tetrafluoroethylene, but the perfiuoro(alkyl vinyl ether) itself 
is an expensive monomer and a cost increase of the fluoroelastomer product is inevitable by use of an increased 
amount of pert luoro(alkyl vinyl ether). 

According to the present invention, on the other hand, the present terpolymer containing a small proportion (2 to. 
20 8% by mole) of tetrafluoroethylene has surprisingly low temperature characteristics without any deterioration and also 
has a considerably improved methanol resistance, though a large amount (70 to 85% by mole) of vinylidene fluoride is 
coplymerized. 

Mainly to attain the cost reduction, these terpolymers can be further copolymerized with f luorinated olefins, various 
olefin compounds, vinyl compounds, etc. to such a degree as not to inhibit the copolymerization reaction and deterio- 

25 rate physical properties of vulcanization products (e. g. to not more than about 20% by mole). Fluorinated olefins 
include, for example, monofluoroethylene, trif luoroethylene, trifluoropropylene, pentafluoropropylene, hexafluoropropyl- 
ene, hexafluoroisobutylene, chlorotrifluoroethylene. dichlorodifluoroethylene, etc. Olefin compounds and vinyl com- 
pounds include, for example, ethylene, propylene, 1-butene, isobutylene, methyl vinyl ether, ethyl vinyl ether, butyl vinyl 
ether, cyclohexyl vinyl ether, vinyl acetate, vinyl propionate, vinyl chloride, vinylidene chloride, trifluorostyrene etc. 

30 Among them, at least one of vinylidene fluoride, trif luoroethylene. hexafluoropropylene, chlorotrifluoroethylene, methyl 
vinyl ether, etc. can be preferable used. 

Copolymerization reaction can be carried out according to any polymerization method, for example, by emulsion 
polymerization, suspension polymerization, solution polymerization, bulk polymerization, etc., among which the emul- 
sion polymerization method is preferable from a higher polymerization degree and the economical viewpoints. The 

35 emulsion polymerization reaction can be carried out generally at a temperature of about 20 to about 80°C under a pres- 
sure of about 0 to about 20 kg/cm 2 gauge, using a water-soluble inorganic peroxide such as ammonium persulfate, etc. 
or its redox system as a catalyst and also using an emuls'rf ier such as ammonium perf luorooctanoate, ammonium per- 
fluoroheptanoate and ammonium perfluorononanoate or their mixture, preferably ammonium perfluorooctanoate. To 
adjust pH in the polymerization system a buffering electrolyte such as Na 2 HP0 4 , NaH 2 P0 4 , KH 2 P0 4 , etc. or NaOH can 

40 be also used. 

The copolymerization reaction is carried out in the presence of a bromine-containing monomer compound and an 
iodine and bromine-containing compound, preferably an iodine and bromine-containing compound represented by the 
general formula RBrnlm. 

Bromine-containing monomer compound for use in forming cross-linkable sites includes, for example, brominated 
45 vinyl compounds or brominated olefins such as vinyl bromide, 1 -bromo-2,2-dif luoroethylene, perfluoroallyl bromide, 4- 
bromo-1 ,1 ,2-trifluorobutene-1 . 4-bromo-3,3,4,4-tetraf luorobutene-1 , 4-bromo-1 ,1 ,3,3,4,4-hexafluorobutene-1 , bromot- 
rif luoroethylene, 4-bromo-3-chloro-1 , 1 , 3, 4, 4-pentaf luorobutene-1 , 6-bromo-5.5,6,6-tetraf luorohexene-1 , 4-bromo-per- 
fluorobutene-1 , 3,3-difluoroallyl bromide, etc., preferably, a bromine-containing vinyl ether represented by the following 
general formula is used: 

50 

BrRf-0-CF=CF 2 

where BrRf is a bromine-containing perfluoroalkyl group having 2 to 5 carbon atoms. 

The bromine-containing vinyl ether for use in the present invention includes, for example, CF 2 BrCF 2 OCF=CF 2 , 
55 CF 2 Br(CF 2 ) 2 OCF=CF 2 , CF 2 Br(CF 2 ) 3 OCF=CF 2 , CF 3 CFBr(CF 2 ) 2 OCF=CF 2 , CFaBrfCF^ OCF=CF 2 , etc. Details of 
these compounds are disclosed in US Patent No.4,745,165. 

Besides, bromine-containing vinyl ethers presented by the following gen ral formula, etc. as disclosed in US Patent 
No.4, 564,662, can be used in the present invention: 



3 



EP 0 834 521 A1 



ROCF=CFBr, or ROCBr=CF 2 
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where R is a lower alkyl group or a f luoroalkyl group. 

The bromine-containing monomer compound is used in a proportion of about 0.001 to about 5% by weight, prefer- 
ably about 0.01 to about 3% by weight, on the basis of sum total of tetrafluoroethylene, perfluorofalkyl vinyl ether) and 
vinyhdene fluoride. Below about 0.001% by weight the compression set characteristics of the resulting vulcanization 
products are deteriorated, whereas above about 5% by weight elongation of the vulcanization products is lowered. 

The copolymerization reaction can be also carried out preferably in the presence of a chain transfer agent of iodine 
and bromine-containing compound represented by the general formula RBr n l m , where R is a fluorohydrocarbon group, 
a chlorofluorohydrocarbon group, a chlorohydrocarbon group or a hydrocarbon group and n and m each are 1 or 2, 
whereby the molecular weight can be adjusted to improve the processability. 

The iodine and bromine-containing compound represented by the said general formula is selected from those 
which cannot lose the effects through side reactions under polymerization conditions, wherein R is selected from fluor- 
ohydrocarbon groups, chlorofluorohydrocarbon groups, chlorohydrocarbon groups or hydrocarbon groups generally 
having 1 to 1 0 carbon atoms, and each of the groups may have a functional group such as -0-, -S- =NR -COOH -SO, 
-S0 3 H, -P0 3 H, etc. * ' ' z * 

Such iodine and bromine-containing compound may be a saturated or unsaturated linear or aromatic compound, 
wherein n and m each are preferably 1. The iodine and bromine-containing compound where at least one of n and m is 
2 produces a f luoroelastomer of three-dimensional structure, and thus is desirable to use within such a range as not to 
20 deteriorate the processability. 

The linear iodine-containing bromine compound includes, for example, 1-bromo-2-ic<Joperf luoroethane, 1-bromo- 
3-iodoperfluoropropane, 1 -bromo-4-iodoperfluorobutane, 2-bromo-3-iodoperf luorobutane, 1 -bromo-2-iodoperf luoro(2- 
methylpropane), monobromomonoiodoperfluorocyclobutane. monobromomonoiodoperfluropentane, monobromomo- 
noiodoperfluoro-n-octane. monobromomonoiodoperfluorocyclohexane, 1-bromo-1-iodo-2-chloroperfluoroethane. 1- 
bromo-2-iodo-2-chloroperf luoroethane. 1 -iodo-2-bromo-2-chloroperf luoroethane, 1 , 1 -dibromo-2-iodoperf luoroethane, 
1 ,2-dibromo-2-iodoperf luoroethane, 1 ,2-diiodo-2-bromoperf luoroethane, 1 -bromo-2-iodo-1 ,2,2-trif luoroethane, 1 -iodo- 
2-bromo-1, 2, 2-trrf luoroethane, 1-bromo-2-iodo-1,lKjif luoroethane, 1-iodo-2-bromo-1,1-dif luoroethane, 1-bromo-2- 
iodo-1-fluoroethane. 1-iodo-2-bromo-1-f luoroethane, 1-bromo-2-iodo-1.1,3,3,3-pentafIuoropropane, 1 -k>do-2-bromo- 
1,1,3,3,3-pentafluoropropane, 1-bromo-2-iodo-3,3,4,4,4-pentafluorobutane, 1-iodo-2-bromo-3,3,4,4,4-pentafluorobu- 
tane, 1 ,4-dibromo-2-iodoperf luorobutane. 2,4-dibromo-1-iodoperfluorobutane. 1.4-diiodo-2-bromoperf'luorobutane, 1 4- 
dibromo-2-iodc-3,3,4,4,-tetrafluorobutane, 1,4-diiodo-2-bromo-3, 3,4, 4-tetraf luorobutane, 1,1-dibromo-2,4-diiodoper- 
f luorobutane, 1-bromo-2-iodo-1-chloroethane. 1 -iodo-2-bromo-1 -chloroethane, 1-bromo-2-iodo-2-chloroethane, 1- 
bromo-2-iodo-1,1-dichloroethane, 1,3-dibromo-2-iodoperfluoropropane, 2, 3-dibromo-2-iodoperfluoropropane. 1,3-dii- 
odo-2-bromoperfluoropropane, 1-bromo-2-iodoethane, 1-bromo-2-iodopropane, Modo-2-bromopropane, 1-bromo-2- 
icdobutane, 1-iodo-2-bromobutane, 1-bromo-2-iodo-2-trrfluoromethyl-3,3,3-trrfluoropropane, 1 -iodo-2-bromo-2-trif luor- 
omethyl-3,3,3-trifluoropropane, 1 -bromo-2-iodo-2-phenylperf luoroethane. 1-iodo-2-bromo-2-phenylperf luoroethane, 3- 
bromo-4-iodoperfluorobutene-1, 3-iodo-4-bromoperfluorobutene-1. 1-bromo-4-iodoperfluorobutene-1 1-iodo-4- 
bromoperfluorobutene-1, 3-bromo-4-iodo-3,4,4-trrfluorobutene-1, 4-bromo-3-kxJc-3,4,4-trifluorobutene-1,' 3-bromo-4- 
iodo-1 . 1 ,2-trif luorobutene-1 , 4-bromo-5-iodoperf luoropentene-1 , 4-iodo-5-bromoperf luoropentene-1 , 4-bromo-5-iodo- 
1,1.2-tnfluoropentene-1, 4-iodo-5-bromo-1,1,2-tr if luoropentene-1. 1 -bromo-2-iodoperf luoroethyl perfluoromethyl ether 

1- bromo-2-iodoperfluoroethyl perf luoroethyl ether. 1 -bromo-2-iodoperf luoroethyl perfluoropropyl ether, 2-bromo-3- 
lodoperfluoropropyl perfluorovinyl ether, 1-bromo-2-iodoperf luoroethyl perfluorovinyl ether, 1 -bromo-2-iodoperf luoroe- 
thyl perfluoroallyl ether, 1 -bromo-2-iodoperf luoroethyl methyl ether, 1 -iodo-2-bromoperf luoroethyl methyl ether 1-iodo- 

2- bromoethyl ethyl ether, 1-bromo-2-iodoethyl-2'-chloroethyl ether, etc. These iodine and bromine-containing com- 
pounds can be prepared according to an appropriate, known process; for example, a monobromomonoiodo, fluorine- 
containing olefin can be obtained by allowing a fluorine-containing olefin to react with iodine bromide. 

The aromatic, iodine and bromine-containing compound includes, for example, benzenes having a substituent 
group such as 1-iodo-2-bromo, 1 -iodo-3-bromo. 1 -iodo-4-bromo, 3,5-dibromo-1-iodo, 3,5-diiodo-1-bromo, 1-(2-iodoe- 
thyl)-4-(2-bromoethyl), 1-(2-iodoethyl)-3-(2-bromoethyl), 1-(2-iodoethyl)-4-(2-bromoethyl) , 3.5-bis(2-bromoethyl)-1-(2- 
icdoethyl), 3,5-bis(2-iodoethyl)-1 -(2.bromoethyl), 1 -(3-iodopropyl)-2-(3-bromo-propyl), 1 -(3-iodopropyl)-3-(3-bromopro- 
pyl). 1-(3-iodopropyl)-4-(3-bromopropyl), 3.5-bis(3-bromopropyl)-1-(3-iodopropyl), 1-(4-iodobutyl)-3-(4-bromobutyl) 1- 
(4-iodobutyl)-4-(4-bromo-butyl), 3,5-bis(4-iodobutyl)-l-(4-bromobutyl), 1-(2-iodoethyl)-3-(3-bromopropyl), 1 -(3-iodopro- 
pyl)-3-(4-bromobutyl), 3,5-bis-(3-bromopropyl)-1-(2-iodoethyl), 1-iodo-3-(2-bromoethyl), 1-iodo-3-(3-bromopropyl), 1 3- 
dnodo-5-(2-bromoethyl), 1,3-diiodo-5-(3-bromopropyl), 1-bromo-3-(2-iodoethyl), 1 -bromo-3-(3-iodopropyl) ' 13- 
55 dibromo-5-(2-iodoethyl), 1 ,3-dibromo-5-(3-iodopropyl), etc. , and perfluorobenzenes having a substituent group such as 
1-iodo-2-bromo. 1-iodo-3-bromo, 1-iodo-4-bromo. 3,5-dibromo-1-iodo, 3,5-diiodo-1-bromo, etc. 

During the polymerization reaction, the iodine and bromine of these iodine and bromine-containing compounds 
readily undergo radical cleavage under the action of an organic peroxide radical-generating source, and the monomers 
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undergo addition growth reaction owing to the high reactivity of the generated radicals, and then the reaction is discon- 
tinued by withdrawing the iodine and bromine from the iodine and bromine-containing compound to give a f luorinoelas- 
tomer having iodine and bromine at the molecule terminals. Th iodine atom and bromine atom bonded to the molecule 
terminals also act as cross-linking sites for the peroxide vulcanization. 

5 The iodin and bromine-containing compound is bonded to the f luoroelastomer so that not more than about 5% by 
weight, generally about 0.001 to about 5% by weight preferably about 0. 01 to about 3% by weight in terms of iodine 
and bromine each may be contained in the resulting f luoroelastomer. 

ThQ present f luoroelastomer has a Mooney viscosity ML 1+10 (121 °C) of about 20 to about 100, preferably about 30 
to about 80, which is described later, and can be cured by so far well known various vulcanization methods, for example, 

10 by peroxide vulcanization using an organic peroxide, polyamine vulcanization using a polyamine compound or a polyol 
vulcanization using a polyhydroxy compound, or by irradiation of radiation rays, electron beam, etc. Among them, per- 
oxide vulcanization is particularly preferable, because it can give vulcanization products having distinguished resist- 
ances to chemicals, attrition and solvents, etc., where the cured elastomer gives vulcanization products having good 
resistances to basic substances such as amines, etc. and to nucleophilic substances. 

15 The organic peroxide for use in the peroxide vulcanization includes, for example, 2,5-dimethvl-2,5-bis(tert-butylper- 
oxy)hexane, 2,5-dimethyl-2,5-bis(tert-butylperoxy)hexine-3, benzoyl peroxide, bis(2,4-dichlorobenzoyl) peroxide, 
dicumyl peroxide, di-tert-butyl peroxide, tert-butyl cumyl peroxide, tert-butylperoxybenzene, 1,1-bis(tert-butylperoxy)-3, 
5. 5-tri methyl cyclohexane, 2,5-dimetylhexane-2,5-dihydroxyperoxide, a,co'-bis(tert-butylperoxy)-p-diisopropylbenzene, 
2,5-dimethyl-2,5-di(benzoylperoxy)hexane, tert-butylperoxy isopropyl carbonate etc. 

20 In the peroxide vulcanization using the organic peroxide, a polyfunctional, unsaturated compound, such as 
tri(meth)allyl isocyanulate, tri(meth)allyl cyanulate, triallyl trimellitate. N.N'-m-phenylenebismaleimide, diallyl phthalate, 
tris(diallylamine)-s-triazine, trially phosphite. 1 ,2-polybutadiene, ethyl eneglycol diacrylate, diethyleneglycol diacrylate, 
etc. can be usually used as a cocross-linking agent to obtain more distinguished vulcanization characteristics, mechan- 
ical strength and compression set. 

25 The foregoing additive components to the peroxide vulcanization system are used in the following amounts: the 
organic peroxide is used in an amount of generally about 0.1 to about 1 0 parts by weight, preferably about 0.5 to about 
5 parts by weight per 1 00 parts by weight of the f luoroelastomer, and the cocross-linking agent is used in an amount of 
generally about 0. 1 to about 1 0 parts by weight, preferably about 0.5 to about 5 parts by weight per 1 00 parts by weight 
of the f luoroelastomer. 

30 Furthermore, an inorganic filler such as carbon black, silica, etc.; an acid acceptor such as ZnO, CaO, Ca(OH) 2 , 
MgO, PbO, synthetic hydrotalcite, etc; various pigments; a processing aid such as polyethyleneglycol monomethyl 
ether, Crown ether, etc.; a plasticizer such as RfO[OCF(CF3)CF 2 0]nRf, RfO[CF(CF3)CF20]p(CF2CF 2 0)q(CF20)rRf, 
RfO(CF 2 CF20)n(CF20)mRf\ RfO(CF 2 CF 2 CF 2 0)nRf , where Rf and Rf each are a perfluoroalkyl group, a perfluoro- 
alkyleneether triazine oligomer having - (CFXOCF 2 )a(CF2)b(CF 2 OCFX)c- in the molecule, where X is F or a CF 3 group 

35 (see J P -A- 7-285948); a stabilizer, and other necessary additives can be appropriately added to the composition con- 
taining the above-mentioned components. 

The present f luoroelastomer can be further blended or cocross-linked with other substance having a peroxide 
cross-linkability such as silicone oil, silicone rubber, fluorosilicone rubber, fluorophosphazene rubber, ethylene- vinyl 
acetate copolymer, ethylene-acrylic acid ester copolymer, ethylene-propyl ene(-diene) copolymer rubber, acrylonitrile- 

40 butadiene copolymer rubber, acrylic acid ester rubber, etc. 

The present composition can be prepared by kneading through rolls, a kneader, a Bambury mixer, etc., and its 
cross-linking is carried out by heating at about 140 to about 220°C for about 5 to about 60 minutes. If required, second- 
ary vulcanization is carried out preferably in air or in an inert atmosphere such as a nitrogen gas atmosphere at about 
1 50 to about 250°C for about 5 to about 50 hours. 

45 The present f luoroelastomer per se has distinguished low temperature characteristics, solvent resistance and 
chemical resistance and thus can give vulcanization products having such distinguished properties on the same level 
"as above. Furthermore, the vulcanization products have no changes in the hardness with time. 

PREFERRED EMBODIMENTS OF THE INVENTION 

50 

The present invention will be described in detail below, referring to Examples and Comparative Examples. 
EXAMPLE 1 

55 The following compounds were charged into an autoclave having a net capacity of 10 liters, flushed with a nitrogen 
gas and then deaereated under reduced pressure: 



5 



EP 0 834 521 A1 



Deionized water 


3660ml 


Ammonium perfluorooctanoate 


15g 


Na 2 HP0 4 -12H 2 0 


ng 


NaOH(for pH adjustment) 


2.2g 



Then, the following compounds were charged therein: 





BrCF 2 CF 2 l 


5g 


75 


CF 2 =CFOCF 2 CF 2 Br 


15g 



Then, the following monomers were charged therein: 
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Vinylidene fluoride [VdF] 
Tetrafluoroethylene [TFE] 
Pert luoro(methyl vinyl ether)[FMVE] 



920.3g(79.5mol.%) 
54.3g( 3.0moL%) 
525.4g(17.5mol.%) 



After charging these monomers, the internal autoclave temperature was elevated to 50°C by stirring the autoclave 
At that moment, 1 .46g of ammonium persulfate was added thereto to initiate polymerization reaction. After it was con- 
firmed hat the gauge pressure of the autoclave was zero (0) kgf/cm 2 after continuation of reactibn for 24 hours the 
internal temperature of the autoclave was cooled to room temperature. 

< „ J*® x re \ U,tin9 ,at6X W3S S3lted 0Ut by addlng an aqueous 1% ca,cium chloride so'ution thereto and dried whereby 
.470g of white elastomer was obtained (yield of polymerization: 98%). It was confirmed by 19 F-NMR analysis that the 
fluoroelastomer had a molar ratio of VdF/TFE/FMVE=80.0/2.8/17.2. The Mooney viscosity ML 1+10 (12rC) was 53 pts. 

Examples 2 to 3 and Comparative Examples 1 to 2 

In Example 1, proportions of monomers to be charged were changed to those as shown in the following Table 1. 



40 



45 



50 



55 



6 



EP 0 834 521 A1 



Table 1 



25 





Ex.2 


Ex.3 


Comp.Ex.1 


Comp.Ex.2 


[Monomer charged (weight)] 


VdF 


(g) 


889.4 


844.1 


967.6 


814.5 


TFE 


(g) 


89.6 


141.6 




175.5 


FMVE 


(g) 


521.0 


514.3 


532.4 


510.0 


[Composition of monomer charged] 


VdF 


(mol.%) 


77.5 


74.5 


82.5 


72.5 


TFE 


(mol.%) 


5.0 


8.0 




10.0 


FMVE 


(mol.%) 


17.5 


' 17.5 


17.5 


17.5 


[Composition of f luoroelastomer formed] 


VdF 


(mol.%) 


77.6 


74.9 


82.7 


72.4 


TFE 


(mol.%) 


5.0 


7.9 




10.3 


FMVE 


(mol.%) 


17.4 


17.2 


17.3 


17.3 


[Amount of f luoroelastomer formed] 


Amount 


(g) 


1455 


1470 


1455 


1485 


Yield 


(%) 


97 


98 


97 


99 


[Viscosity of f luoroelastomer formed] 


ML 1+10 (12rC) 


(pts) 


48 


57 


55 


50 



30 

The following compounds were added to 100 parts by weight of each of fluoroelastomers obtained in Examples 1 
to 3 and Comparative Examples 1 and 2 and the resulting mixtures were each kneaded through two-roll mill: 



35 


MT carbon black 


20 parts by weight 




2,5-dimethyl-2,5-di-(t-butyiperoxy)hexane 


1 .5 parts by weight 




Lead oxide (PbO) 


3 parts by weight 


40 


Triallyl isocyanurate 


4 parts by weight 



The kneaded product were subjected to press vulcanization (primary vulcanization) at 180°C for 10 minutes and 
then to oven vulcanization (secondary vulcanization) in a nitrogen gas atmosphere at 200°C for 22 hours. The resulting 
vulcanization sheets were then determined for normal state physical properties (according to DIN 53505 and 53504), 
45 changes in the hardness with time (according to ASTM D-2240-81), low temperature characteristics (as evaluated as 
TR-10 and TR-70), methanol vesistance (as evaluated as percent volume change by dipping in methanol at 60°C for 70 
hours) and compression set (according to ASTM D-395; method B), and the results are shown in the following Table 2. 
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Table 2 





Example 


Comp.Ex. 




1 


2 


3 


1 


i ■■ 


[Normal state physical properties] 






Hardness (Shore A) 


(pts) 


69 


69 


69 


70 


70 


100% modulus 


(MPa) 


4.7 


4.9 


5.0 


4.8 


5.1 


Tensile strength 


(MPa) 


23.0 


23.3 


23.8 


23.1 


24.0 


Elongation 


(%) 


270 


260 


250 


260 


230 


t [Changes in hardness with time] 




Shore A 


(pts) 


±0 


±0 


±0 


±2 


±0 


^ [Low temperature characteristics] 


TR-10 


(°C) 


-33.1 


-33.7 


-33.0 


-32.9 


-29.5 


TR-70 


(°C) 


-23.5 


-23.9 


-23.1 


-17.1 


-20.0 


[Methanol resistance] 






Percent volume change | 


(%) 


+98.8 


+80.5 


+61.3 


+140 | 


+55.5 


[Compression set] 






200°Cfor70hrs. 


(%) 


27 


25 | 


24 


29 


25 



It can be said from the foregoing results that: 

(1) In Examples 1 to 3, where some portion of vinylidene fluoride of Comparative Example 1 was replaced with 

^ZSZlZTT™ 1 ^ inaeaSed WHh toa ^- onetrafluor^nf to b 

copolymer,**, and the low temperature characteristics was not deteriorated but rather improved in sprte of incor- 
porator, of tetraf.uoroe.hy.ene. and the TR-70 value was obviously improved without anyXngfsTn 2 ha!d™ s 



Claims 



1. Afluoroelastomer which comprises 2 to 8% by mole of tetrafluorethylene, 14 to 25% by mole of perfluorofalkvl vinvl 

b e 2 ISSThS? 9roup havin9 1 10 3 ca *° n atoms and 70 10 859,0 by mo,e of ^«™^™ 2 

2 * tlr^tZT" aCC ? rdinQ t0 C ' aim 1> Wher6in 916 ,luoroela ^mer is obtained by copolymerization in the 
ence of a brom.ne-contan.ng monomer compound and an iodine and bromine-containing compound. 

3 ' co , m^o°und St0mer '° C ' aim *' bromin * contai ' lin 9 compound is a brominated 



vinyl 



BrRf-0-CF=CF 2 
where BrRf is a bromine-containing perfluoroalkyl group. 

A f luoroelastomer according to Claim 2, wherein the bromine-containing monomer compound is a brominated ole- 
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6. A fluoroelastomer accoding to Claim 2, wherein about 0. 001 to about 5% by weight of the bromine-containing mon- 
omer compound is used on the basis of sum total of tetrafiuoroethyien , perf luoro(a!kyl vinyl ether) and vinylidene 
fluoride. 

5 7. A fluoroelastomer according to Claim 2, wherein about 0. 01 to about 3% by weight of the bromine-containing mon- 
omer compound is used on the basis of sum total of tetrafiuoroethyien e, perfluoro(alkyl vinyl ether) and vinylidene 
fluoride. 

8. A fluoroelastomer according to Claim 2, wherein the iodine and bromine-containing compound is a compound rep- 
ro resented by the general following formula: 

RBrnlm 

where R is a fluorohydrocarbon group, a chlorofluorohydrocarbon group, a chlorohydrocarbon group or a hydrocar- 
15 bon group, and n and m each are 1 or 2. 

9. A fluoroelastomer according to Claim 2, wherein the iodine and bromine-containing compound is bonded to the 
resulting fluoroelastomer in an amount of about 0.001 to about 5% by weight in terms of iodine and bromine, 
respectively 

20 

10. A fluoroelastomer accoding to Claim 2, wherein the iodine and bromine-containing compound is bonded to the 
resulting fluoroelastomer in an amount of about 0.01 to about 3 % by weight in terms of iodine and bromine, respec- 
tively. 

25 11. A cross-linkable composition, which comprises a fluoroelastomer comprising 2 to 8% by mole of tetrafluoroethyl- 
ene, 14 to 25% by mole of perfluoro(alkyl vinyl ether) having an alkyl group having 1 to 3 carbon atoms and 70 to 
85% by mole of vinylidene fluoride, sum total being 100% by mole, and a peroxide cross-linking agent. 

12. A cross-linkable composition according to Claim 11, wherein a cocross-l inking agent comprising a polyfunctions 
30 unsaturated compound is further contained. 

13. A cross-linkable composition, which comprises a fluoroelastomer comprising 2 to 8% by mole of tetrafluoroethyl- 
ene, 14 to 25% by mole of perfluoro(alkyl vinyl ether) having an alkyl group having 1 to 3 carbon atoms and 70 to 
85% by mole of vinylidene fluoride, sum total being 100% by mole, obtained by copolymerization in the presence 

35 of a bromine-containing monomer compound and an iodine and bromine-containing compound, and a peroxide 
cross-linking agent. 

14. A cross-linkable composition according to Claim 13, wherein a cocross-linking agent comprising a polyfunction^ 
unsaturated compound is further contained. 

40 
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